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Description 

[0001] The present invention relates to the preparation of diagnostic agents comprising hollow microcapsules used 
to enhance ultrasound imaging. 

5 [0002] The fact that air bubbles in the body can be used for echocardiography has been known for some time. Bub- 
ble-containing liquids can be injected into the bloodstream for this purpose (see Ophir etal (1980) "Ultrasonic Imaging" 
2, 67-77, who stabilised bubbles in a collagen membrane, US-A-4 446 442 (Schering) and EP-A-131 540 (Schering)) 
and EP-A-224934 and EP-A-324938 disclose the use of bubbles prepared by sonicating an albumin solution. However, 
the size distribution of the bubbles is apparently uncontrollable and the bubbles disappear when subjected to pressure 

10 experienced in the left ventricle (Shapiro etal (1990) J. Am. Coll. Cardiology, 16(7), 1603-1607). 

[0003] EP-A-52575 discloses, for the same purpose, solid particles which have gas entrained in them, the gas 
being released from the particles in the bloodstream. 

[0004] EP 458 745 (Sintetica) discloses a process of preparing air- or gas-filled microballoons by interfacial polym- 
erisation of synthetic polymers such as polylactides and polyglycolides. WO 91/12823 (Delta) discloses a similar proe- 
ms ess using albumin. Wheatley et al (1990) Biomaterials 11, 713-717 discloses ionotropic gelation of alginate to form 
microbubbles of over 30 urn diameter. WO 91/09629 discloses liposomes for use as ultrasound contrast agents. 
[0005] We have now found that a process of atomising a solution of microcapsule-forming agent and then insolubi- 
lising the microcapsules which are formed leads to an improved product. Przyborowski et al (1982 Eur. J. Nucl. Med. 
7, 71-72) disclosed the preparation of human serum albumin (HSA) microspheres by spray-drying for radiolabelling and 
20 subsequent use in scintigraphic imaging of the lung. The microspheres were not said to be hollow and, in our repetition 
of the work, only solid microspheres are produced. Unless the particles are hollow, they are unsuitable for echocardi- 
ography. Furthermore, the microspheres were prepared in a one step process which we have found to be unsuitable for 
preparing microcapsules suitable for echocardiography; it was necessary in the prior process to remove undenatured 
albumin from the microspheres (which is not necessary in our process); and a wide size range of microspheres was 
25 apparently obtained, as a further sieving step was necessary. Hence, not only was the Przyborowski etal process not 
an obvious one to choose for the preparation of microcapsules useful in ultrasonic imaging but the particles produced 
were unsuitable for that purpose. We have devised a considerable improvement over that prior process. 
[0006] The Przyborowski et al article refers to two earlier disclosures of methods of obtaining albumin particles for 
lung scintigraphy. Aldrich & Johnston (1974) Int. J. Appl. Rad. Isot. 25, 15-18 disclosed the use of a spinning disc to 
30 generate 3-70 diameter particles which are then denatured in hot oil. The oil is removed and the particles labelled 
with radioisotopes. Raju etal (1 978) Isotopenpraxis 14(2), 57-61 used the same spinning disc technique but denatured 
the albumin by simply heating the particles. In neither case were hollow microcapsules mentioned and the particles pre- 
pared were not suitable for echocardiography. 

[0007] US-A-4 089 800 and EP-A-0 381 543 disclose atomisation of non-proteinaceous materials into a liquid bath. 
35 EP-A-0 091 555 disclosed spray-drying Siliceous materials to form microcapsules of 5-300 *im diameter for use as fil- 
ters. 

[0008] One aspect provides a process of forming a sterile powder comprising hollow microcapsules which are sus- 
pendable in a parenterally injectable medium to form a suspension suitable for ultrasound imaging when administered 
intravenously, said process comprising: 

40 

(a) providing a solution or dispersion of a wall-forming material in a liquid; 

(b) atomising said solution or dispersion into a heated gas such that said liquid evaporates thereby forming hollow 
microcapsules of said wall-forming material; 

45 

(c) heating said microcapsules to reduce the water-solubility of said wall-forming material thereby obtaining said 
microcapsules as a powder; and 

(d) rendering said powder sterile. 

50 

[0009] Steps (b) and (c) may be carried out as a single process or the intermediate product of the first step may be 
collected and separately treated in the second step. These two possibilities are referred to hereinafter as the one step 
and two step processes. 

[0010] The wall-forming material and process conditions should be so chosen that the product is sufficiently non- 
55 toxic and non-immunogenic in the conditions of use, which will clearly depend on the dose administered and duration 
of treatment. The wall-forming material may be a starch derivative, a synthetic polymer such as tert-butyloxycarbonyl- 
methyl polyglutamate (US Patent No 4 888 398) or a polysaccharide such as polydextrose. 

[0011] Generally, the wall-forming material can be selected from most hydrophilic, biodegradable physiologically 
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compatible polymers. Among such polymers one can cite polysaccharides of low water solubility, polylactides and pol- 
yglycolides and their copolymers, copolymers of lactides and lactones such as e-caprolactone, 8-valero lactone, 
polypeptides, and proteins such as gelatin, collagen, globulins and albumins. Other suitable polymers include poly- 
(ortho)esters (see for instance US-A-4,093,709; US-A-4, 131 ,648; US-A-4, 138,344; US-A-4, 180,646; polylactic and 

5 polyglycolic acid and their copolymers, for instance DEXON (see J. Heller (1980) Biomaterials 1, 51 ; poly(DL-lactide- 
co-S-caprolactone), poly(DL-lactide-co-5-valerolactone), poly(DL-lactide-co-g-butyrolactone), polyalkylcyanoacrylates; 
polyamides, polyhydroxybutyrate; polydioxanone; poly-p-aminoketones (Polymer 23 (1982), 1693); polyphosphazenes 
{Science 193 (1976), 1214); and polyan hydrides. References on biodegradable polymers can be found in R. Langer et 
al (1983) Macromol. Chem. Phys. C23, 61-125. Polyamino-acids such as polygiutamic and polyaspartic acids can also 

w be used as well as their derivatives, ie partial esters with lower alcohols or glycols. One useful example of such poly- 
mers is poly-(t,butyl-glutamate). Copolymers with other amino-acids such as methionine, leucine, valine, proline, gly- 
cine, alamine, etc are also possible. Recently some novel derivatives of polygiutamic and polyaspartic acid with 
controlled biodegradability have been reported (see WO 87/03891 ; US 4,888,398 and EP 130 935 incorporated here 
by reference). These polymers (and copolymers with other amino-acids) have formulae of the following type: 

15 

-(NH-CHA-CO) x (NH-CHX-CO) y 

where X designates the side chain of an amino-acid residue and A is a group of formula -(CH 2 ) n COOR 1 R 2 OCOR(ll), 
with R 1 and R 2 being H or lower alkyls, and R being alkyl or aryl; or R and R 1 are connected together by a substituted 
20 or unsubstituted linking member to provide 5- or 6-membered rings. 
[001 2] A can also represent groups of formulae: 

-(CH 2 ) n COO-CHR 1 COOR (I) 

25 and 

-(CH 2 ) n CO(NH-CHX-CO) m NH-CH(COOH)-(CH 2 ) p COOH (III) 

and corresponding anhydrides. In all these formulae n, m and p are lower integers (not exceeding 5) and x and y are 

30 also integers selected for having molecular weights not below 5000. 

[0013] The aforementioned polymers are suitable for making the microspheres according to the invention and, 
depending on the nature of substituents R, R 1 , R 2 and X, the properties of the wall can be controlled, for instance, 
strength, elasticity and biodegradability. For instance X can be methyl (alanine), isopropyl (valine), isobutyl (leucine and 
isoleucine) or benzyl (phenylalanine). 

35 [0014] Preferably, the wall-forming material is proteinaceous. For example, it may be collagen, gelatin or (serum) 
albumin, in each case preferably of human origin (ie derived from humans or corresponding in structure to the human 
protein). Most preferably, it is human serum albumin (HA) derived from blood donations or, ideally, from the fermentation 
of microorganisms (including cell lines) which have been transformed or transfected to express HA. 
[0015] Techniques for expressing HA (which term includes analogues and fragments of human albumin, for exam- 

40 pie those of EP-A-322094, and polymers of monomeric albumin) are disclosed in, for example, EP-A-201239 and EP- 
A-286424. All references are included herein by reference. "Analogues and fragments" of HA include all polypeptides 
(i) which are capable of forming a microcapsule in the process of the invention and (ii) of which a continuous region of 
at least 50% (preferably at least 75%, 80%, 90% or 95%) of the amino acid sequence is at least 80% homologous (pref- 
erably at least 90%, 95% or 99% homologous) with a continuous region of at least 50% (preferably 75%, 80%, 90% or 

45 95%) of human albumin. HA which is produced by recombinant DNA techniques is particularly preferred. Thus, the HA 
may be produced by expressing an HA-encoding nucleotide sequence in yeast or in another microorganism and puri- 
fying the product, as is known in the art. Such material lacks the fatty acids associated with serum-derived material. 
Preferably, the HA is substantially free of fatty acids; ie it contains less than 1% of the fatty acid level of serum-derived 
material. Preferably, fatty acid is undetectable in the HA. 

so [0016] In the following description of preferred embodiments, the term "protein" is used since this is what we prefer 
but it is to be understood that other biocompatible wall-forming materials can be used, as discussed above. 
[0017] The protein solution or dispersion is preferably 0.1 to 50% w/v, more preferably about 5.0 - 25.0% protein, 
particularly when the protein is albumin. About 20% is optimal. Mixtures of wall-forming materials may be used, in which 
case the percentages in the last two sentences refer to the total content of wall-forming material. 

55 [0018] The preparation to be sprayed may contain substances other than the wall-forming material and solvent or 
carrier liquid. Thus, the aqueous phase may contain 1 -20% by weight of water-soluble hydrophilic compounds like sug- 
ars and polymers as stabilizers, eg polyvinyl alcohol (PVA), polyvinyl pyrrolidone (PVP), polyethylene glycol (PEG), gel- 
atin, polygiutamic acid and polysaccharides such as starch, dextran, agar, xanthan and the like. Similar aqueous 
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phases can be used as the carrier liquid in which the tinal microsphere product is suspended before use. Emulsifiers 
may be used (0.1-5% by weight) including most physiologically acceptable emulsitiers, for instance egg lecithin or soya 
bean lecithin, or synthetic lecithins such as saturated synthetic lecithins, for example, dimyristoyl phosphatidyl choline, 
dipalmitoyl phosphatidyl choline or distearoyl phosphatidyl choline or unsaturated synthetic lecithins, such as dioleyl 

5 phosphatidyl choline or dilinoleyl phosphatidyl choline. Emulsitiers also include surfactants such as free fatty acids, 
esters of fatty acids with polyoxyalkylene compounds like polyoxypropylene glycol and polyoxyethylene glycol; ethers of 
fatty alcohols with polyoxyalkylene glycols; esters of fatty acids with polyoxyalkylated sorbitan; soaps; glycerol-poly- 
alkylene stearate; glycerol-polyoxyethylene ricinoleate; homo- and copolymers of polyalkylene glycols; polyethoxylated 
soya-oil and castor oil as well as hydrogenated derivatives; ethers and esters of sucrose or other carbohydrates with 

w fatty acids, fatty alcohols, these being optionally polyoxyalkylated; mono-, di- and triglycerides of saturated or unsatu- 
rated fatty acids, glyce rides or soya-oil and sucrose. 

[001 9] Additives can be incorporated into the wall of the microspheres to modify the physical properties such as dis- 
persibility, elasticity and water permeability. 

[0020] Among the useful additives, one may cite compounds which can "hydrophobize" the wall in order to 
15 decrease water permeability, such as fats, waxes and high molecular-weight hydrocarbons. Additives which improve 
dispersibility of the microspheres in the injectable liquid-carrier are amphipathic compounds like the phospholipids; they 
also increase water permeability and rate of biodegradability. 

[0021] Additives which increase wall elasticity are the plasticizers like isopropyl myristate and the like. Also, very 
useful additives are constituted by polymers akin to that of the wall itself but with relatively low molecular weight. For 
20 instance when using copolymers of polylactic/polyglycolic type as the wall-forming material, the properties of the wall 
can be modified advantageously (enhanced softness and biodegradability) by incorporating, as additives, low molecu- 
lar weight (1000 to 15,000 Dalton) polyglycolides or polylactides. Also polyethylene glycol of moderate to low Mw (eg 
PEG 2000) is a useful softening additive. 

[0022] The quantity of additives to be incorporated in the wall is extremely variable and depends on the needs. In 
25 some cases no additive is used at all; in other cases amounts of additives which may reach about 20% by weight of the 
wall are possible. 

[0023] The protein solution or dispersion (preferably solution), referred to hereinafter as the "protein preparation-, 
is atomised and spray-dried by any suitable technique which results in discrete microcapsules of 1 .00 - 50.0 urn diam- 
eter. These figures refer to at least 90% of the population of microcapsules, the diameter being measured with a Coulter 

30 Master Sizer II. The term "microcapsules" means hollow particles enclosing a space, which space is filled with a gas or 
vapour but not with any solid materials. Honeycombed particles resembling the confectionery sold in the UK as "Malte- 
sers" (Regd TM) are not formed. It is not necessary for the space to be totally enclosed (although this is preferred) and 
it is not necessary for the microcapsules to be precisely spherical, although they are generally spherical. If the micro- 
capsules are not spherical, then the diameters referred to above relate to the diameter of a corresponding spherical 

35 microcapsule having the same mass and enclosing the same volume of hollow space as the non-spherical microcap- 
sule. 

[0024] The atomising comprises forming an aerosol of the protein preparation by, for example, forcing the prepara- 
tion through at least one orifice under pressure into, or by using a centrifugal atomizer in a chamber of warm air or other 
inert gas. The chamber should be big enough for the largest ejected drops not to strike the walls before drying. The gas 

40 or vapour in the chamber is clean (ie preferably sterile and pyrogen-free) and non-toxic when administered into the 
bloodstream in the amounts concomitant with administration of the microcapsules in echocardiography. The rate of 
evaporation of the liquid from the protein preparation should be sufficiently high to form hollow microcapsules but not 
so high as to burst the microcapsules. The rate of evaporation may be controlled by varying the gas flow rate, concen- 
tration of protein in the protein preparation, nature of liquid carrier, feed rate of the solution and, most importantly, the 

45 temperature of the gas encountered by the aerosol. With an albumin concentration of 1 5-25% in water, an inlet gas tem- 
perature of at least about 100°C, preferably at least 1 10°C, is generally sufficient to ensure hollowness and the temper- 
ature may be as high as 250°C without the capsules bursting. About 180-240°C, preferably about 210-230°C and most 
preferably about 220°C, is optimal, at least for albumin. The temperature may, in the one step version of the process of 
the invention, be sufficient to insolubilise at least part (usually the outside) of the wall-forming material and frequently 

so substantially all of the wall-forming material. Since the temperature of the gas encountered by the aerosol will depend 
also on the rate at which the aerosol is delivered and on the liquid content of the protein preparation, the outlet temper- 
ature may be monitored to ensure an adequate temperature in the chamber. An outlet temperature of 40-1 50°C has 
been found to be suitable. Apart from this factor, however, controlling the flow rate has not been found to be as useful 
as controlling the other parameters. 

55 [0025] In the two step process, the intermediate microcapsules comprise typically 96-98% monomeric HA and have 
a limited in vivo life time for ultrasound imaging. They may, however, be used for ultrasound imaging, or they may be 
stored and transported before the second step of the two step process is carried out. They therefore form a further 
aspect of the invention. 
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[0026] In the second step of the process, the intermediate microcapsules prepared in the first step are fixed and 
rendered less water-soluble so that they persist for longer whilst not being so insoluble and inert that they are not bio- 
degradable. This step also strengthens the microcapsules so that they are better able to withstand the rigours of admin- 
istration, vascular shear and ventricular pressure. If the microcapsules burst, they become less echogenic. Schneider 

5 et al (1 992) Invest Radiol. 27, 1 34-1 39 showed that prior art sonicated albumin microbubbles do not have this strength 
and rapidly lose their echogenicity when subjected to pressures typical of the left ventricle. The second step of the proc- 
ess may employ heat (for example microwave heat, radiant heat or hot air, for example in a conventional oven), ionising 
irradiation (with, for example, a 10.0-100.0 kGy dose of gamma rays) or chemical cross-linking using, for example, for- 
maldehyde, glutaraldehyde, ethylene oxide or other agents for cross-linking proteins and is carried out on the substan- 

10 tially dry intermediate microcapsules formed in the first step, or on a suspension of such microcapsules in a liquid in 
which the microcapsules are insoluble, for example a suitable solvent. In the one step version of the process, a cross- 
linking agent such as glutaraldehyde may be sprayed into the spray-drying chamber or may be introduced into the pro- 
tein preparation just upstream of the spraying means. Alternatively, the temperature in the chamber may be high 
enough to insolubilise the microcapsules. 

15 [0027] The final product, measured in the same way as the intermediate microcapsules, may, if one wishes, consist 
of microcapsules having a diameter of 0.05 to 50.0 ^m, but ranges of 0.1 to 20.0 u,m and especially 1 .0 to 8.0 urn are 
obtainable with the process of the invention and are preferred for echocardiography. We have found that a range of 
about 0.5 to 3.0 urn may be especially suitable for the production of a low contrast image and for use in colour Doppler 
imaging, whereas a range of about 4.0 to 6.0 \im may be better for the production of sharp images. One needs to take 

20 into account the fact that the second step may alter the size of the microcapsules in determining the size produced in 
the first step. 

[0028] It has been found that the process of the invention can be controlled in order to obtain microspheres with 
desired characteristics. Thus, the pressure at which the protein solution is supplied to the spray nozzle may be varied, 
for example from 1 .0-10.0 x 10 5 Pa, preferably 2.0-6.0 x 1 0 5 Pa and most preferably about 5 x 10 5 Pa. Other parameters 
25 may be varied as disclosed above and below. In this way, novel microspheres may be obtained. 

[0029] The process of the invention may provide sterile hollow microspheres in which more than 30%, preferably 
more than 40%, 50%, or 60%, of the microspheres have a diameter within a2p range and at least 90%, preferably 
at least 95% or 99%, have a diameter within the range 1 .0-8.0 urn. 

[0030] Thus, the interquartile range may be 2 urn, with a median diameter of 3.5, 4.0, 4.5, 5.0, 5.5, 6.0 or 6.5 \im. 
30 [0031] Thus, at least 30%, 40%, 50% or 60% of the microspheres may have diameters within the range 1 .5-3.5 urn, 
2.0-4.0 urn, 3.0-5.0 urn, 4.0-6.0 urn, 5.0-7.0 \irr\ or 6.0-8.0 *im. Preferably a said percentage of the microspheres have 
diameters within a 1.0 urn range, such as 1.5-2.5 um, 2.0-3.0 u.m, 3.0-4.0 \im t 4.0-5.0 \im, 5.0-6.0 urn, 6.0-7.0 u,m or 
7.0-8.0 urn. 

[0032] The process of the invention may provide sterile hollow microspheres with proteinaceous walls in which at 
35 least 90%, preferably at least 95% or 99%, of the microspheres have a diameter in the range 1 .0-8.0 |im; at least 90%, 
preferably at least 95% or 99%, of the microspheres have a wall thickness of 40-500 nm, preferably 100-500 nm; and 
at least 50% of the protein in the walls of the microspheres is cross- linked. Preferably, at least 75%, 90%, 95%, 98.0%, 
98.5% or 99% of the protein is sufficiently cross-linked to be resistant to extraction with a 1 % HCI solution for 2 minutes. 
Extracted protein is detected using the Coomassie Blue protein assay, Bradford. The degree of cross-linking is contral- 
to led by varying the heating, irradiation or chemical treatment of the protein. During the cross-linking process, protein 
monomer is cross- linked and quickly becomes unavailable in a simple dissolution process, as detected by gel permea- 
tion HPLC or gel electrophoresis, as is shown in Example 8 below. Continued treatment leads to further cross-linking 
of already cross-linked material such that it becomes unavailable in the HCI extraction described above. During heating 
at 175°C, rHA microspheres in accordance with the invention lose about 99% of HCI-extractable protein over the course 
45 of 20 minutes, whereas, at 150°C, 20 minutes' heating removes only about 5% HCI-extractable protein, 30 mins 
removes 47.5%, 40 mins 83%, 60 mins 93%, 80 mins 97% and 1 00 mins removes 97.8% of the HCI-extractable protein. 
To achieve good levels of cross-linking therefore, the microspheres may be heated at 175°C for at least 17-20 mins, at 
150°C for at least 80 mins and at other temperatures for correspondingly longer or shorter times. 
[0033] The process of the invention may further provide sterile hollow microspheres predominantly of 1 .0-10.0 \xm 
so in diameter, at least 1 0% of the microspheres, when suspended in water, being capable of surviving a 0.25 s application 
of a pressure of 2.66 x 10 4 Pa without bursting, collapsing or filling with water. The transient maximum pressure in the 
human left ventricle is about 200 mmHg (2.66 x 10 4 Pa). Preferably 50%, 75%, 90% or 100% survive the said 0.25 s 
application of 2.66 x 10 4 Pa when tested as above, ie remain echogenic. In vivo, preferably the same percentages will 
remain echogenic during one passage through both ventricles of the heart. 
55 [0034] The injectable microspheres prepared by the present invention can be stored dry in the presence or in the 
absence of additives to improve conservation and prevent coalescence. As additives, one may select from 0.1 to 25% 
by weight of water-soluble physiologically acceptable compounds such as mannitol, galactose, lactose or sucrose or 
hydrophilic polymers like dextran, xanthan, agar, starch, PVP, polyglutamic acid, polyvinylalcohol (PVA) and gelatin. 
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The useful life-time of the microspheres in the injectable liquid carrier phase, ie the period during which useful echo- 
graphic signals are observed, can be controlled to last from a few minutes to several months depending on the needs; 
this can be done by controlling the porosity, solubility or degree of cross-linking of the wall. These parameters can be 
controlled by properly selecting the wall-forming materials and additives and by adjusting the evaporation rate and tem- 
5 perature in the spray-drying chamber. 

[0035] In order to minimise any agglomeration of the microcapsules, the microcapsules can be milled with a suita- 
ble inert excipient using a Fritsch centrifugal pin mill equipped with a 0.5 mm screen, or a Glen Creston air impact jet 
mill. Suitable excipients are finely milled powders which are inert and suitable for intravenous use, such as lactose, glu- 
cose, mannitol, sorbitol, galactose, maltose or sodium chloride. Once milled, the microcapsules/excipient mixture can 

10 be suspended in aqueous medium to facilitate removal of non -functional/defective microcapsules. Upon reconstitution 
in the aqueous phase, it is desirable to include a trace amount of surfactant to prevent agglomeration. Anionic, cationic 
and non-ionic surfactants suitable for this purpose include poloxamers, sorbitan esters, polysorbates and lecithin. 
[0036] The microcapsule suspension may then be allowed to float, or may be centrifuged to sediment any defective 
particles which have surface defects which would, in use, cause them to fill with liquid and be no longer echogenic. 

15 [0037] The microcapsule suspension may then be remixed to ensure even particle distribution, washed and recon- 
stituted in a buffer suitable for intravenous injection such as 0.1 5M NaCI 0.01 mM Tris pH 7.0. The suspension may be 
aliquoted for freeze drying and subsequent sterilisation by, for example, gamma irradiation, dry heating or ethylene 
oxide. 

[0038] An alternative method for deagglomeration of the insolubilised or fixed microcapsules is to suspend them 
20 directly in an aqueous medium containing a surfactant chosen from poloxamers, sorbitan esters, polysorbates and lec- 
ithin. Deagglomeration may then be achieved using a suitable homogeniser. 

[0039] The microcapsule suspension may then be allowed to float or may be centrifuged to sediment the defective 
particles, as above, and further treated as above. 

[0040] Although the microspheres made according to this invention can be marketed in the dry state, more partic- 
25 ularly when they are designed with a limited life time after injection, it may be desirable to also sell ready-made prepa- 
rations, ie suspensions of microspheres in an aqueous liquid carrier ready for injection. 

[0041] The product is generally, however, supplied and stored as a dry powder and is suspended in a suitable ster- 
ile, non-pyrogenic liquid just before administration. The suspension is generally administered by injection of about 1 .0- 
10.0 ml into a suitable vein such as the cubital vein or other bloodvessel. A microcapsule concentration of about 1 .0 x 
30 10 5 to 1.0 x 10 12 particles/ml is suitable, preferably about 5.0 x 10 5 to 5.0 x 10 9 . 

[0042] Although ultrasonic imaging is applicable to various animal and human body organ systems, one of its main 
applications is in obtaining images of myocardial tissue and perfusion or blood flow patterns. 

[0043] The techniques use ultrasonic scanning equipment consisting of a scanner and imaging apparatus. The 
equipment produces visual images of a predetermined area, in this case the heart region of a human body. Typically, 

35 the transducer is placed directly on the skin over the area to be imaged. The scanner houses various electronic com- 
ponents including ultrasonic transducers. The transducer produces ultrasonic waves which perform a sector scan of the 
heart region. The ultrasonic waves are reflected by the various portions of the heart region and are received by the 
receiving transducer and processed in accordance with pulse-echo methods known in the art. After processing, signals 
are sent to the imaging apparatus (also well known in the art) for viewing. 

40 [0044] In the use of the microcapsules, after the patient is "prepped" and the scanner is in place, the microcapsule 
suspension is injected, for example through an arm vein. The contrast agent flows through the vein to the right venous 
side of the heart, through the main pulmonary artery leading to the lungs, across the lungs, through the capillaries, into 
the pulmonary vein and finally into the left atrium and the left ventricular cavity of the heart. 

[0045] With the microcapsules made by this invention, observations and diagnoses can be made with respect to 
45 the amount of time required for the blood to pass through the lungs, blood flow patterns, the size of the left atrium, the 
competence of the mitral valve (which separates the left atrium and left ventricle), chamber dimensions in the left ven- 
tricular cavity and wall motion abnormalities. Upon ejection of the contrast agent from the left ventricle, the competence 
of the aortic valve also may be analyzed, as well as the ejection fraction or percentage of volume ejected from the left 
ventricle. Finally, the contrast patterns in the tissue will indicate which areas, if any, are not being adequately perfused. 
so [0046] In summary, such a pattern of images will help diagnose unusual blood flow characteristics within the heart, 
valvular competence, chamber sizes and wall motion, and will provide a potential indicator of myocardial perfusion. 
[0047] The microcapsules may permit left heart imaging from intravenous injections. The albumin microcapsules, 
when injected into a peripheral vein, may be capable of transpulmonary passage. This results in echocardiography 
opacification of the left ventricle (LV) cavity as well as myocardial tissue. 
55 [0048] Besides the scanner briefly described above, there exist other ultrasonic scanners, examples of which are 
disclosed in US Patents Nos. 4, 1 34,554 and 4,31 5,435, the disclosures of which are herein incorporated by reference. 
Basically, these patents relate to various techniques including dynamic cross-sectional echography (DCE) for producing 
sequential two-dimensional images of cross-sectional slices of animal or human anatomy by means of ultrasound 



6 



EP 0 51 2 693 B1 



energy at a frame rate sufficient to enable dynamic visualisation of moving organs. Types of apparatus utilised in DCE 
are generally called DCE scanners and transmit and receive short, sonic pulses in the form of narrow beams or lines. 
The reflected signals' strength is a function of time, which is converted to a position using a nominal sound speed, and 
is displayed on a cathode ray tube or other suitable devices in a manner somewhat analogous to radar or sonar dis- 
5 plays. While DCE can be used to produce images of many organ systems including the liver, gall bladder, pancreas and 
kidney, it is frequently used for visualisation of tissue and major blood vessels of the heart. 

[0049] The microcapsules may be used for imaging a wide variety of areas, even when injected at a peripheral 
venous site. Those areas include (without limitation): (1) the venous drainage system to the heart; (2) the myocardial 
tissue and perfusion characteristics during an exercise treadmill test or the like; and (3) myocardial tissue after an oral 
10 ingestion or intravenous injection of drugs designed to increase blood flow to the tissue. Additionally, the microcapsules 
may be useful in delineating changes in the myocardial tissue perfusion due to interventions such as (1 ) coronary artery 
vein grafting; (2) coronary artery angioplasty (balloon dilation of a narrowed artery); (3) use of thrombolytic agents 
(such as streptokinase) to dissolve clots in coronary arteries; or (4) perfusion defects or changes due to a recent heart 
attack. 

15 [0050] Furthermore, at the time of a coronary angiogram (or a digital subtraction angiogram) an injection of the 
microcapsules may provide data with respect to tissue perfusion characteristics that would augment and complement 
the data obtained from the angiogram procedure, which identifies only the anatomy of the blood vessels. 
[0051] Through the use of the microcapsules made by the present invention, other non-cardiac organ systems 
including the liver, spleen and kidney that are presently imaged by ultrasonic techniques may be suitable for enhance- 

20 ment of such currently obtainable images, and/or the generation of new images showing perfusion and flow character- 
istics that had not previously been susceptible to imaging using prior art ultrasonic imaging techniques. 
[0052] Preferred aspects of the present invention will now be described by way of example and with reference to 

Figure 1, which is a partly cut away perspective view from the front and one side of suitable spray-drying apparatus 
25 for the first stage of the process of the invention, 

Figure 2, which is a graph showing how the degree of fixation of the microsphere walls (in this case albumin) may 
be controlled by varying the temperature and the heating time in the second step of the process, and 

30 Figure 3, which is a graph showing how the pressure resistivity of the microspheres may be varied by altering the 
length of the heating time in the second step of the process. 

EXAMPLE 1 

35 [0053] A suitable spray dryer (Figure 1) is available from A/S Niro Atomizer, Soeborg, Denmark under the trade 
designation "Mobile Minor. It comprises a centrifugal atomizer (Type M-02/B Minor), driven by an air turbine at an air 
pressure of min 4 bar and up to max 6 bar. At 6 bar an atomizer wheel speed of approx 33,000 rpm is reached. Turning 
on and off the compressed air to the atomizer is done by means of a valve placed in the instrument panel. The maxi- 
mum consumption of compressed air to the atomizer is 17 Nm 3 /h at a pressure of 6 bar. All parts coming into contact 

40 with the liquid feed and powder are made of stainless steel AISI 316, except for the pump feed tube and the atomizer 
wheel, which is made of stainless steel AISI 329, made to resist high centrifugal force. 

[0054] The drying chamber has an inside made of stainless steel AISI 316, well insulated with Rockwool, and cov- 
ered outside with a mild steel sheeting. The drying chamber is provided with a side light and observation pane for 
inspection during the operation. The roof of the drying chamber is made inside of stainless steel AISI 316 and outside 
45 of stainless steel AISI 304. 

[0055] An air disperser made of stainless steel AISI 304 is used for distribution of the air in the drying chamber in 
order to achieve the best possible drying effect. An air duct, made of stainless steel AISI 31 6, provides lateral transpor- 
tation of the exhaust air and the powder to the cyclone, which is made of stainless steel AISI 31 6 and designed to sep- 
arate the powder and air. 

so [0056] A closing valve of the butterfly valve type, also made of stainless steel AISI 31 6 and having a gasket of sili- 
cone rubber, is used for powder discharge under the cyclone into a powder collecting glass jar tightly placed under the 
cyclone by means of a spring device. 

[0057] A fan made of silumin, complete with 3-phase squirrel-cage motor, 0.25 kW, and V-belt drive with belt-guard, 
' draws air and powder through the drying chamber and cyclone. 
55 [0058] An air heater heats the drying air by means of electricity (total consumption 7.5 kWh/h, infinitely variable) 
and can give inlet air temperatures of up to about 350°C, although this is generally too high for preparing the microcap- 
sules of the invention. 

[0059] Equipment for two-fluid nozzle atomization may be added, which is made of stainless steel AISI 316, con- 
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sisting of entrance pipe with nozzle holder and nozzle, to be placed in the ceiling of the drying chamber. The equipment 
includes an oil/water separator, reduction valve and pressure gauge for compressed air to the two-fluid nozzle. Con- 
sumption of compressed air: 8-15 kg/h at a pressure of 0.5-2.0 bar (0.5-2.0 x 10 5 Pa). 

[0060] A suitable feed pump for transport of wall-forming preparation feed to the atomizer device is a peristaltic 
pump. The pump is provided with a motor (1 x 220V, 50 Hz, 0.18 kW) and a continuously variable gear for manual 
adjustment. A feed pipe made of silicone hose leads from a feed tank (local supply) through the feed pump to the atom- 
ization device. 

[0061] An absolute air filter, consisting of prefilter, filter body in stainless steel and absolute air filter, is used for the 
treatment of the ingoing drying air to render it completely clean. 

[0062] A 20% solution of sterile, pyrogen-free rHA in pyrogen-free water (suitable for injection) was pumped to the 
nozzle of a two fluid nozzle atomiser mounted in the commercial spray drying unit described above. The peristaltic 
pump speed was maintained at a rate of approximately 10 ml/minute such that with an inlet air temperature of 220°C 
the outlet air temperature was maintained at 95°C. 

[0063] Compressed air was supplied to the two fluid atomising nozzle at 2.0-6.0 Bar (2.0-6.0 x 1 0 5 Pa). In this range 
microcapsules with a mean size of 4.25-6.2 u.m are obtained. 

[0064] Typically an increase in mean particle size (by reduced atomisation pressure) led to an increase in the 
amount of microcapsules over 10 u.m in size (see Table 1 ). 



TABLE 1 



EFFECTS OF ATOMISATION PRESSURE ON 
FREQUENCY OF MICROCAPSULES OVER 10 uM 
IN DIAMETER 


Atomisation Pressure (x 
10 5 Pa) 


% Frequency over 1 0 \im 


6.0 


0.8 


5.0 


0.3 


3.5 


6.6 


2.5 


8.6 


2.0 


13.1 



[0065] In the second step of the process, 5 g of microcapsules were heated in a glass beaker using a Gallenkamp 
fan oven. A temperature of 1 75°C for 1 hour was sufficient to yield microcapsules with 1 00% fixation as determined by 
HPLC. The effect of this heat fixation was to increase the in vitro echogenic half life from a few seconds to in excess of 
30 minutes. By altering the temperature and length of incubation it is possible to vary the degree of fixation between 
about 5% and 100%. Examples of heat fixation profiles of varying temperatures are shown in Figure 2. 
[0066] Following heat fixation, the microcapsules were deagglomerated and dispersed into water in one of two 
ways. Method 1 involved first mixing the heat fixed spheres with an equal weight of finely milled lactose (mean diameter 
5 urn). The mixture was then passed through a Fritsch centrifugal mill with a 0.5 mm screen and 12 tooth rotor. The 
milled spheres were collected and passed through the mill a second time to ensure complete mixing had occurred. The 
milled powder was then resuspended in water containing 1 mg.ml' 1 Pluronic F68. Typically 10 g of microcapsules and 
lactose was added to 1 00 ml of water and Pluronic F68. Method 2 for deagglomeration involves adding 5 g of the heat- 
fixed microcapsules to 100 ml of water containing 100 mg of Pluronic F68. The microcapsules were dispersed using a 
Sifverson homogeniser (model L4R with a 2.54 cm tubular homogenising probe and a high shear screen) and homog- 
enising for 60 seconds. 

[0067] The resuspended spheres were separated into intact (gas containing) and broken spheres using a flotation 
technique. The gas-containing spheres were seen to float to the surface over a 1 hour period and were decanted from 
the sinking fraction which does not contain the gas required. 

[0068] The separation process can be accelerated by centrifugation. A 30 second centrifugation at 5000 x g is suf- 
ficient to separate the two fractions. 

[0069] Following separation the intact microcapsules were freeze<iried in the presence of lactose and Pluronic 
F68. Optimal conditions for freeze drying involved resuspending 30 mg of microcapsules in 5 ml of water containing 50 
mg of lactose and 5 mg of Pluronic F68. The freeze-dried microcapsules can be redispersed in a liquid (eg water, 
saline) to give a monodisperse distribution. 



8 



EP 0 512 693 B1 



EXAMPLE 2 

[0070] The process of Example 1 was repeated but with the following differences in the first step: a centrifugal 
atomiser was used instead of a two fluid nozzle; the inlet temperature was 150°C (with the outlet air temperature still 
5 being sustained at 105°C); and compressed air was supplied to the nozzle at 1 .0-6.0 x 10 5 Pa. The wheel rotated at 20- 
40,000 rpm and delivered droplets, and subsequently microcapsules, with a number mean diameter in the 1.0-8.0 urn 
range. 

EXAMPLE 3 

10 

[0071] In the second step of the process of Example 1 or 2 was varied as follows. A small aliquot of the microcap- 
sules (0.5 g) was heated in a microwave oven such that it received 300-350 watt hours of microwave heat at 2500 mHz. 
This yielded microcapsules in which 90-95% of the monomeric rHA was insoluble (as determined by gel permeation 
chlomatography) and as a result of this heat fixation their in vitro echogenic half- life increased from a few seconds to in 
15 excess of 30 minutes. 

EXAMPLE 4 

[0072] In the seoncd step of the process of Example 1 or 2 was varied as follows. A small aliquot of the microcap- 
20 sules (0.5 g) was sealed under argon in a glass vial. The vial was cooled to 4°C and then irradiated with a 60 Co gamma 
radiation source to deliver a 15.0 kGy dose of gamma rays. The irradiation resulted in the formation of microcapsules 
in which 10-15% of the monomeric albumin was insoluble. 

E X AMP LE 5 

25 

[0073] In the second step of the process of Example 1 or 2 was varied as follows. A small aliquot of the microcap- 
sules (0.5 g) was sealed under argon in a glass vial. The vial was cooled to 4°C and then irradiated with a 60 Co gamma 
radiation source to deliver a 50.0 kGy dose of gamma rays to the microcapsules. Following irradiation, the microcap- 
sules were incubated in oxygen at 50°C for 6 hours. The irradiation resulted in the formation of microcapsules in which 
30 50-60% of the monomeric rHA was insoluble. 

EXAMPLES 

[0074] In the second step of the process of Example 1 or 2 was varied as follows. 

35 [0075] A small aliquot of microcapsules (0.5 g) was resuspended in 5 ml of ethanol, chloroform or methylene chlo- 
ride containing a) 1 .5% glutaraldehyde, b) 2.0% diphthaloyl chloride or c) 5.0% formaldehyde. The microcapsules were 
stirred for varying times from 10 minutes to 3 hours. The microcapsules were removed by filtration and washed thor- 
oughly in the original organic buffer containing 5% ethanolamine, in order to remove excess cross-linking agent. Finally 
the microcapsules were washed in organic solvent and vacuum dried to remove any residual solvents. The extent of 

40 insolubilisation may be varied from 5-100% by this method resulting in the extension of in vitro echogenic half-life from 
1-2 minutes to in excess of one hour. 

EXAMPLE 7 

45 [0076] The two independent steps of microcapsule formation and insolubilisation of the shell may be combined in 
a single process. In this example, the formation of the microcapsules and the insolubilisation of the polymeric material 
are achieved simultaneously during the spray drying process. 

[0077] A solution of rHA was fed by peristaltic pump to a small reaction chamber, with a separate feed line supply- 
ing a 5% solution of a suitable crosslinking agent, eg glutaraldehyde, diphthaloyl chloride or formaldehyde. The resi- 

50 dence time in the reaction chamber was such that initial adduct formation between the crosslinking agent and the 
protein was achieved, but intraprotein crosslinking was prevented. The reaction vessel outlet was fed directly to the two 
fluid nozzle atomisers mounted in a specially adapted spray drying unit, capable of handling volatile solvents. The con- 
ditions of spray drying were as outlined in Example 1. The microcapsules were incubated dry at room temperature to 
allow intraprotein crosslinks to form and then suspended in ethanol containing 5% ethanolamine to quench any remain- 

55 ing crosslinking agent. Thorough washing of the microcapsules was performed and finally the microcapsules were vac- 
uum dried to remove residual solvent. 
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EXAMPLE 8: ASSAY OF FREE MONOMERIC rHA IN MICROCAPSULES 



[0078] A 1 ml volume of ethanol was added to 100 mg of microcapsules in a 20 ml glass bottle and sonicated for 
30 seconds. To this suspension 19 ml of H 2 0 were added. 
5 [0079] The mixture was centrifuged in a bench-top microfuge (Gilson) for 20 seconds and the clear fraction 
assayed. The assay was performed by loading 50 ml of the fraction automatically onto a Shimadzu LC6A HPLC and 
chromatographing on a TSK gel permeation column at a flow rate of 1 ml minute" 1 using sodium phosphate buffer (pH 
7.0). 

[0080] The peak heights representing the rHA monomer were recorded and used to determine the concentration 
10 of monomer using a standard curve between 1 and 10 mgml' 1 monomeric rHA. 

[0081] The %-free monomeric rHA was calculated by measuring the monomer concentration in the fixed microcap- 
sules and representing this figure as a percentage of the monomer concentration of the unfixed microcapsules. The 
results are given in Figure 2. 

[0082] Heating of the spray dried microcapsules in an oven (as described in Example 1 ) results in a decrease in the 
15 amount of monomer that can be detected (see Figure 2). This decrease in detectable monomeric rHA is due to the 
denaturation and crosslinking of monomeric rHA into insoluble polymers that cannot be assayed by the aforementioned 
HPLC method. 

[0083] Using the HPLC method to assess rHA monitor levels, it is clear from Figure 2 that after 1 5 minutes incuba- 
tion there is no free monomeric rHA present in the rHA microcapsules. However it is still possible to further crosslink the 
20 rHA microcapsules by heating for longer periods. 

[0084] This prolonged heating results in an increased level of microcapsule crosslinking which in turn produces 
microcapsules of increasing strength which are correspondingly more resistant to pressure. 

[0085] By careful control of temperature and time of incubation, it is possible to produce microcapsules with a con- 
trolled range of crosslinking (and hence pressure resistivity). 

25 

EXAMPLE 9: EFFEC TS OF INCUBATION TIME AT 175°C ON THE PRESSURE RESISTIVITY OF rHA MICROCAP- 
SULES 

[0086] A batch of rHA microcapsules was divided into 5 g aliquots and baked at 175°C for varying lengths of time 
30 as shown in Figure 3. 

[0087] Following heat fixation the amount of free monomer was determined as described in Example 8. For each 
of the incubations shown, there was no monomeric rHA detectable. 

[0088] The heat-fixed microcapsules were disaggregated using a Fritsch centrifugal mill (as described above) and 
intact, air-containing microcapsules recovered by the aforementioned flotation technique. The recovered microcapsules 
35 were suspended in H 2 0 containing Pluronic F68 (1 mgrnl -1 ) at a concentration of 0.5 x 10 8 capsules ml" 1 . 

[0089] The resuspended, air-containing microcapsules were subjected to increased atmospheric pressure by 
applying pressure with a 50 ml syringe whilst containing this suspension in a closed container (25 ml polystyrene con- 
tainer). 

[0090] For each of the pressures assessed, the individual microcapsule suspension was pressurised to the 
40 selected pressure and maintained at this pressure for 5 seconds before releasing the pressure. For each suspension 
analysed the pressure increase was performed 3 times. The pressure in the closed container was assessed by an RS 
hand-held manometer. 

[0091] Following pressurisation the microcapsule suspensions were assessed by light microscopy and image anal- 
ysis and the % air-containing to non-air-containing microcapsules assessed. This analysis is performed since only the 
45 air-containing microcapsules are functional in enhancing ultrasound echocontrast. 

[0092] As can be seen in Figure 3, microcapsules that are fixed for 60 minutes at 175°C, as described in Example 
1 , are stable at all of the pressures to which they were subjected in this experiment. 

[0093] By careful control of the length of incubation at this particular temperature (175°C) it is possible to produce 
batches of microcapsules with different degrees of crosslinking which in turn are resistant to varying degrees of pres- 
so sure increase. 

[0094] Using this careful control of crosslinking by adjusting the length and temperature of incubation it is possible 
to produce batches of air-containing microcapsules that are specifically designed to withstand a designated pressure 
increase. 

[0095] The temperature used to crosslink the microcapsules can vary infinitely, as can the length of incubation time 

55 

EXAMPLE 10: MICROCAPSULE CLASSIFICATION 

[0096] An advantage of the process of the invention is that it enables the median size and size distribution of the 
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microspheres to be controlled. However, one can further select desired sizes if one wishes, for example by flotation. In 
a homogeneous dispersion of microspheres, larger particles will rise to the surface faster than smaller particles due to 
the lower density (more encapsulated air) of the larger particles. Hence, by allowing the dispersion to stand, the particle 
size distribution will change at any level of the solution with respect to time. 
5 [0097] Microcapsules were dispersed in 2000 ml of aqueous solution containing 6% w/v sodium chloride and 0.1 % 
w/v Pluronic F68 in a glass bottle giving a liquid column of approximately 1 65 mm. A sampling tube was placed 50 mm 
below the upper liquid surface to enable removal of samples at timed intervals. 

[0098] By altering the standing time and sodium chloride concentration, it was possible to produce a variety of par- 
ticle size distributions and classify microcapsules down to 2 urn. 
w [0099] Other wet techniques for classification include hydrodynamic chromatography and field flow fractionation. 
*Dry* techniques using the principles of elutriation and cross flow separation are commercially available in the form of 
the Microsplit (British Rem.), Zig-zag (Alpine) and Turbo (Nissuin) classifiers. The elbow jet classifier produced by 
Nitettsu Mining Co uses a different principle (the Coanda Effect) which could also achieve good results for the classifi- 
cation of microcapsules. 

15 

Further details of construction of atomiser 

[0100] In Figure 1 , reference numeral 1 denotes the feeding device. 2 is a ceiling air disperser which ensures effec- 
tive control of the airflow pattern. Swirling air is directed around the vaned disc atomiser. 3 is a rotary atomiser or nozzle 

20 atomiser. 4 shows a stainless steel interconnecting pipe system which can easily be stripped down for cleaning. 5 are 
steps for access to the chamber top. 6 is the switch for an air valve for activation of the pneumatic lifting device when 
raising the chamber lid. 7 is a highly-efficient stainless steel cyclone in which the powder and the exhausted drying air 
are separated. 8 is a glass jar in which the powder is recovered, 9 is a centrally located instrument panel. 10 is a cen- 
trifugal exhaust fan with 3-phase motor. 1 1 is a damper for air flow control and 1 2 is an electric air heater which provides 

25 drying air temperatures up to 350°C. The drying air temperature can be continuously adjusted using a percentage timer 
switch. The maximum powder consumption is 7.5 kW. 

Evaporative capacity 

30 [0101] 



Drying Air 


Inlet Air Temperature 


Outlet Air Temperature 


Evaporative Capacity 


85 kg/h 


150°C 


80°C 


1,3 kg/h 


85kg/h 


170°C 


85°C 


1 ,7 kg/h 


80 kg/h 


200°C 


90°C 


2,5 kg/h 


80 kg/h 


240°C 


90°C 


3,4 kg/h 


75 kg/h 


350°C 


90°C 


7,0 kg/h 



Weight and dimension 

45 

[0102] 



Weight 


280 kgs 


Length 


1 800 mm 


Height 


2200 mm 


Width 


925 mm 



[0103] Power. The unit can only be operated on a 3-phase power supply (50 or 60 Hz) at alternative voltages of 
440, 415, 400, 380, 220, 200 V. 
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[0104] All parts coming into contact with the liquid or the product are made of acid-resistant, stainless steel AISI 
316. 

Claims 

1. A process of forming a sterile powder comprising hollow microcapsules which are suspendable in a parenterally 
injectable medium to form a suspension suitable for ultrasound imaging when administered intravenously, said 
process comprising: 

(a) providing a solution or dispersion of a wall-forming material in a liquid; 

(b) atomising said solution or dispersion into a heated gas such that said liquid evaporates thereby forming hol- 
low microcapsules of said wall-forming material; 

(c) heating said microcapsules to reduce the water-solubility of said wall-forming material thereby obtaining 
said microcapsules as a powder; and 

(d) rendering said powder sterile. 

2. A process according to Claim 1 wherein the powder comprises hollow microcapsules at least 90% of which have a 
diameter of 0.05 to 50.0 jxm. 

3. A process according to Claim 2 wherein the powder comprises hollow microcapsules at least 90% of which have a 
diameter of 0.05 to 20.0 urn. 

4. A process according to Claim 3 wherein the powder comprises hollow microcapsules at least 90% of which have a 
diameter of from 0.1 to to 20.0 u,m. 

5. A process according to Claim 1 or 3 wherein the powder is rendered sterile by carrying out steps (a) to (c) under 
sterile conditions. 

6. A process according to any one of Claims 1 to 5 wherein the wall-forming material is water-soluble. 

7. A process according to Claim 6 wherein the wall -forming material is a protein. 

8. A process according to Claim 7 wherein the protein is collagen, gelatin or human albumin. 

9. A process according to Claim 7 wherein the protein is human albumin, or an analogue or fragment thereof, pre- 
pared by recombinant DNA techniques or isolated from human serum. 

10. A process according to any one of Claims 7 to 9 wherein the protein solution or dispersion comprises 10.0-30.0% 
w/v protein. 

11. A process according to any one of Claims 7 to 10 wherein the product of step (b) comprises 96-98 % monomeric 
protein. 

12. A process according to any one of Claims 7 to 1 1 wherein the product of step (c) comprises no more than 5% mon- 
omeric protein. 

1 3. A process according to any one of Claims 1 to 1 0 wherein the conditions of step (b) are such as to achieve step (c) 
substantially simultaneously. 

14. Microcapsules obtainable by a process according to any one of Claims 1 to 13. 
Patentanspruche 

1. Verfahren zur Bildung eines sterilen Pulvers, umfassend hohle Mikrokapseln, die in einem parenteral injizierbaren 
Medium unter Bildung einer Suspension mit der Eignung zur Ultraschallabbildung nach intravenoser Verabrei- 
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chung suspendierbar sind, durch 

a) Bereitstellen einer Ldsung Oder Dispersion eines wandbildenden Materials in einer Flussigkeit; 

b) Zerstauben der Losung oder Dispersion in ein erwarmtes Gas dergestalt, daB die Flussigkeit unter Bildung 
hohler Mikrokapseln des wandbildenden Materials verdampft; 

c) Erwarmen der Mikrokapseln zur Verminderung der Wasserloslichkeit des wandbildenden Materials unter 
Gewinnung der Mikrokapseln in Pulverform, und 

(d)Sterilmachen des Pulvers. 

2. Verfahren nach Anspruch 1, wobei das Pulver hohle Mikrokapseln umfaBt, von denen mindestens 90 % einen 
Durchmesser von 0,05 bis 50,0 \im aufweisen. 

3. Verfahren nach Anspruch 2, wobei das Pulver hohle Mikrokapseln umfaBt, von denen mindestens 90 % einen 
Durchmesser von 0,05 bis 20,0 urn aufweisen. 

4. Verfahren nach Anspruch 3, wobei das Pulver hohle Mikrokapseln umfaBt, von denen mindestens 90 % einen 
Durchmesser von 0,1 bis 20,0 u,m aufweisen. 

5. Verfahren nach Anspruch 1 oder 3, wobei das Pulver steril gemacht wird, indem die Stufen (a)-(c) unter sterilen 
Bedingungen durchgefuhrt werden. 

6. Verfahren nach einem der Anspruche 1 bis 5, wobei das wandbildende Material wasserloslich ist. 

7. Verfahren nach Anspruch 6, wobei das wandbildende Material aus einem Protein besteht. 

8. Verfahren nach Anspruch 7, wobei das Protein aus Collagen, Gelatine oder Humanalbumin besteht. 

9. Verfahren nach Anspruch 7, wobei das Protein aus Humanalbumin, oder einem Analogen oder Fragment hiervon, 
hergestellt durch rekombinante DNA-Techniken oder isoliert aus Humanserum, besteht. 

10. Verfahren nach einem der Anspruche 7 bis 9, wobei die Proteinlosung oder -dispersion 10,0-30,0 % g/v Protein 
umfaBt. 

11. Verfahren nach einem der Anspruche 7 bis 10, wobei das Produkt aus Stufe (b) 96-98 % monomeres Protein 
umfaBt. 

1 2. Verfahren nach einem der Anspruche 7 bis 1 1 , wobei das Produkt von Stufe (c) nicht mehr als 5 % monomeres Pro- 
tein umfaBt. 

13. Verfahren nach einem der Anspruche 1 bis 10, wobei die Bedingungen der Stufe (b) derart sind, daB das Ergebnis 
der Stufe (c) praktisch gleichzeitig erreicht wird. 

14. Mikrokapseln, erhaltlich nach einem Verfahren gemaB einem der Anspruche 1 bis 13. 
Revend lea t ions 

1. Procede de preparation d'une poudre sterile comprenant des microcapsules creuses qui peuvent etre mises en 
suspension dans un milieu injectable par voie parenteral de maniere a former une suspension utilisable dans 
I'imagerie par ultrasons lorsqu'elle est administree par voie intraveineuse, ledit procede consistant a : 

(a) preparer une solution ou une dispersion d'un materiau formant des parois dans un liquide ; 

(b) atomiser ladite solution ou dispersion dans un gaz chauffe pour que ledit liquide s'evapore en formant des 
microcapsules creuses dudit materiau formant des parois ; 

(c) chauffer lesdites microcapsules pour reduire la solubilite dans I'eau dudit materiau formant des parois et 
obtenir ainsi lesdites microcapsules sous forme d # une poudre ; et 
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(d) rendre ladite poudre sterile. 

2. Procede selon la revendication 1 , dans lequel la poudre comprend des microcapsules creuses, dont 90 % au moins 
ont un diametre de 0,05 a 50,0 \im. 

3. Procede selon la revendication 2, dans lequel la poudre comprend des microcapsules creuses, dont 90 % au moins 
ont un diametre de 0,05 a 20,0 urn. 

4. Procede selon la revendication 3, dans lequel la poudre comprend des microcapsules creuses, dont 90 % au moins 
ont un diametre de 0,1 a 20,0 \irr\. 

5. Procede selon la revendication 1 ou 3, dans lequel la poudre est rendue sterile en mettant en oeuvre les etapes (a) 
a (c) dans des conditions steriles. 

6. Procede selon Tune quelconque des revendications 1 a 5, dans lequel le materiau fbrmant des parois est soluble 
dans I'eau. 

7. Procede selon la revendication 6, dans lequel le materiau formant des parois est une proteine. 

8. Procede selon la revendication 7, dans lequel la proteine est du collagene, de la gelatine ou de Palbumine humaine. 

9. Procede selon la revendication 7, dans lequel la proteine est de I'albumine humaine, ou un analogue ou un frag- 
ment de celle-ci, prepare par des techniques d'ADN recombinant ou isole a partir de serum humain. 

10. Procede selon Tune quelconque des revendications 7 a 9, dans lequel la solution ou la dispersion de proteine com- 
prend de 10,0 a 30,0 % p/v de proteine. 

11. Procede selon Tune quelconque des revendications 7 a 10, dans lequel le produit de I'etape (b) comprend de 96 a 
98 % de proteine monomere. 

12. Procede selon I'une quelconque des revendications 7 a 1 1, dans lequel le produit de I'etape (c) ne comprend pas 
plus de 5 % de proteine monomere. 

13. Procede selon Tune quelconque des revendications 1 a 10, dans lequel les conditions de I'etape (b) sont telles que 
I'etape (c) est mise en oeuvre essentiellement simultanement 

14. Microcapsules pouvant etre obtenues par un procede selon i'une quelconque des revendications 1 a 13. 
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